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ABSTRACT: 

The drug-loaded stent (20) includes an expandable stent structural member (22), and a planar 
sheet (24) of polymeric material attached (26) to the outside of the expandable stent structural 
member (22). The polymeric material (24) preferably is bioabsorbable, and loaded or coated with 
a therapeutic agent or drug to reduce or to prevent restenosis in the vessel being treated. The 
polymer material (24) can be attached to the metal stent at one or more points (26), and wrapped 
in a coil around the stent in an unexpended state, to uncoil and expand in diameter to 
substantially match the expanded diameter of the metal stent; or can be wrapped tightly around 
the stent structural member (22) and attached to itself, to stretch radially when the stent structural 
member is expanded. In another currently preferred embodiment, a combination of a stent 
structural member and a polymeric film wrapping can be provided with a coating of lubricious 
material. The lubricious material can be polyethylene oxide, polyethylene glycol, polyethylene 
acetate, polyvinyl pyrrolidone, polyvinyl alcohol, polyacrylamide, hydrophilic soft segment 
urethanes, some natural gums, polyanhydrides or other similar hydrophilic polymers, and 
combinations thereof. The layer of lubricious material (120) protects the stent from the guide or 
the body lumen in which the stent is inserted by providing a low friction surface over the stent 
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(54) Polymer film for wrapping a stent structure 

(57) The drug-loaded stent (20) includes an expand- 
able stent structural member (22), and a planar sheet 
(24) of polymeric material attached (26) to the outside of 
the expandat)le stent structural member (22). The poly- 
meric material (24) preferat^ly is bioat>sort^e, and 
loaded or coated with a therapeutic agent or drug to 
reduce or to prevent restenosis in the vessel being 
treated. The polymer material (24) can be attached to 
the metal stent at one or more points (26). and wrapped 
in a coil around the stent in an unexparxied state, to 
uncoil and expand in diameter to substarrtially nriatch the 
expanded dameter of the metal stent; or can be wrapped 
tightly around the stent structural member (22) and 
attached to itself, to stretch radially when the stent struc- 
tural member is expanded. In another currently preferred 
embodiment, a combination of a stent structural member 
and a polymeric film wrapping can be provided with a 
coating of lubricious material. The lubrtcious material 
can be polyethylene oxide, polyethylene glycol, polyeth- 
ylene acetate, polyvinyl pyrrolidone. polyvinyl alcohol, 
polyacrylamide. hydrophitic soft segment urethanes. 
some natural gums, polyanhydrides or other similar 
hydrophitic polymers, and combinations thereof. The 
layer of lubricious material (120) protects the stent from 
the guide or the txxjy lumen in which the stent is inserted 
by providing a low friction surface over the stent 
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Description 

BACKGROUND OF THE INVENTION 

Held of the Invention 

This invention relates generally to expandable intra- 
luminal vascular grafts, generally referred to as stents, 
and more partcularly concerns metal stents wrapped 
with a polymer film capable of canying and releasing 
therapeutic drugs. 

DescrtDtion of Related Art 

Stents typically are innplanted within a vessel in a 
contracted state arxl then expanded when in place in the 
vessel in order to maintain patency of the vessel to allow 
fluid flow through the vessel. Ideally, implantation of such 
stents is accomplished by mounting the stent on the bal- 
loon portion of a catheter, positioning the stent in a body 
tunen, and expanding the stent to an expanded state by 
inflation of a balloon within the stent The stent then can 
be left in place by deflating the balloon and removing the 
catheter. 

Stents comnrx>nly have a metallic structure to pro- 
vide the strength required to function as a stent, txit typ- 
ically do not provide for the delivery of localized 
therapeutic pharmacological treatment of a vessel at the 
location being treated with the stent. Polymeric materials 
capable of at}sorbing and releasing therapeutic agents 
may not fulfill the structural and mechanical reqiire- 
ments of a sterrt. especially when the polymeric materi- 
als are loaded with a drug, because drug-loading of a 
polymeric material can significantly affect the structural 
and mechanical properties of the polymeric material. 
Because it often is useful to provide localized therapeutic 
pharmacological treatment of a vessel at the location 
being treated with tfie stent, it would be desirable to conv 
bine such polymeric materials with existing stent struc- 
tures to provide a stent with the capability of absorlDing 
therapeutic drugs or other agents, for placement and 
release of the therapeutic agents at a specific intravas- 
cular site. 

SUMMARY OF THE INVENTION 

Briefly, certain preferred embodiments of the 
present invention provide for a stent wrapped with a pol- 
ymer f am capable of carrying and releasing therapeutic 
agents. Because the polymer film is wrapped on the out- 
side of the stent, arxJ is not needed to provide structural 
strength to assist in openirtg the flow path of the vascu- 
lature or other body lumen where the stent is to be 
placed, the drug-containing section can be specially for- 
mulated for its specific function of delivering drugs 
locally The stent can t>e used in coronary arteries or any 
other part of the vasculature or other body lumen where 
mechanical opening force is necessary or desirable to 
keep tfie vessel open or to maintain the stent flush 



against the lumen wall, and where an arrti-restenosis. 
anti-proliferative or other type of therapeutic drug or 
agent simultaneously is to be positioned arxj diffused. 
Particular embodiments accordingly provide for a 

5 drug-loaded stent, comprising an expandable sterrt 
structural member, aixj a planar sheet of polymeric 
n^terial disposed on the outside of the exparx^e stent 
structural member. The polymeric material preferably is 
bioabsort)able. and preferably is loaded or coated or lanv 

10 inated with a therapeutic agent or drug to reduce or pre- 
vent restenosis arvl thrombosis in the vessel being 
treated. The polymer material can be a thermoplastic or 
an elastomer, for example, so tfiat the film can stretch or 
deform radially when the stent structural member is 

IS expanded. The f im of polymer material can be formed 
as a solid sheet, or can irxx}rporate hoi es of various sizes 
and shapes to promote rapid endothelialization. 

The polymer film preferatrfy is mounted to the stent 
structural member, and in a presently preferred embod- 

20 imert. the polymer film can be attached to the existing 
stent structural nrtember in an unexpanded state by 
adhesive or by heat sealing, with the stent structural 
member sandwiched between internal and external lay- 
ers of film heat sealed around the stent structural mem- 

25 ber. or mechanically, as by such a mechanical 
connection as hooking one or more slots on an edge por- 
tion of the polymeric material tfirough a corresponding 
slotted portion of the stent structural member, or with a 
metal dip. The polymer material can be attached to the 

30 Stent structural nrtember at one or more points, and 
wrapped in a coil around the stent in an unexpanded 
state, so tfiat the diameter of the outer coiled film would 
uncoil and exparxi in diameter to match the diameter of 
the metal stent. When coiled around the stent structural 

35 member, the coiled polymer film can have at least one 
slit transverse to the bngitudinal axis atxxit which the 
stent is coiled to accommodate possible uneven expan- 
sion of the underlying stent structural member. 

In another presently prefened embodiment, the pol- 

40 ymer material can be attached to an existing stent struc- 
tural member with an interference fit by tightly wrapping 
the polymer film at least once drcunferentially around 
the stent structural member in an unexpanded state arxi 
attaching the polymer film to itself to form a sleeve 

45 around the stent structural member, such as by heating 
and melting the film to itself, adhesive bonding, solvent 
bonding, bonding one or more strips of elastic polymeric 
material on the outside edge of the polymeric film wrap 
to secure it. or by mechanical fastening, such as by a dip. 

50 In one currently preferred embodiment the polymer 
material can be attached to an existing stent structural 
member by hooking one or more slots on an edge portion 
of the polymeric material through a conesporxjing slot- 
ted portion of the stent structural member, tightly wrap- 

55 ping the polymer fOm at least once drcumferentially 
arourxJ the stent structural member in an unexpanded 
state to form a coil of layers of the polymeric material, 
and securing the layers in a tightly wrapped coil. The coil 
currently is preferably secured in a tightly wrapped coil 
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by adhesive bonding, typically by an adhesive such as a 
copoiymer off poly-L-lactic acid (L-PLA) and polycaprol- 
actone (PCL), although other adhesives. heat bonding, 
solvent bonding, or one or more mechanical fasteners, 
such as with a metal dip, for example, also may be suit- $ 
aUe. Attematively, the coil can be secured in a tightly 
wrapped coil by attaching one end of at least one piece 
of elastic material to an exterior end portion of the coil of 
polymertc material, and attaching the other end of the 
elastic material to a portion of the exterior of the wrapped w 
cod of polymeric material. The elastic material stretches 
to allow the coil of polymeric material to uncoil as the 
stent is expanded. 

In another currentty preferred embodiment, a com- 
bination of a stent structural menri)er and a polymeric is 
film wrapping can be provided with a coating of lubridous 
material. The lubridous material currentty preferably 
comprises a mixture of polyethylene oxide and polyeth- 
ylene glycol, although other types of hydrophiilc poly- 
meric materials such as polyethylene acetate, polyvinyl 20 
pyrrolidone (PVR), polyvinyl alcohol, polyacrylamide, 
hyc^ophilic soft segment urethanes. soem natural gums 
such as gum arabic, gum tragacanth and the like, poly- 
anhydrides or other similar hydrophiilc polymers, and 
combinations thereof, also can be used. The lubridous 25 
coating currently preferably is applied over a stent-and- 
potymer4 ilm-wrap combination by dipping tiie wrapped 
stent in the hydrated. liquid lubridous material. The layer 
of lubridous material protects the stent from the guide 
catheter or the body lumen in which the stent Is Inserted 30 
by providing a low friction surface over the stent 

These and other aspects and advarrtages of the 
invention will become apparent from the following 
detailed description, and the accompanying drawings, 
which Illustrate by way of exanple the features of the 35 
invention. 

BRIEF DESCRIPTION OF THE DRAWINGS 

FIGURE 1 isacross-sectional viewof afirstembod- 40 
mnent of the stern structural memt)er and film of pol- 
ymer material of the drug-loaded stent of ttie 
invention shown in an unexpanded state; 

FIG. 2 is a cross-sectional view of the drug-loaded 45 
stent of RG. 1 shown in an expanded state; 

FIG. 3 is a perspective view of the drug-loaded stent 
of FIG. 1; 

so 

FKj. 4 is a perspective view of an alternate embod- 
iment of ttie drug-loaded stent of FIG. 1 having aper- 
tures in the exterior sheet of polymeric material; 

FiG. 5 is a aoss-sectional view of a second emtxxl- ss 
iment of the drug-loaded stent of the invention, 
shown in an unexpanded state; 



FIG. 6 is a perspective view of an alternate embod- 
iment of the drug-loaded stent of FIG. 5 having aper- 
tures in the polymeric material: 

FIG. 7 is a cross-sectional view of an alternate 
embodiment of the cfrug-loaded stent of FIG. 5 hav- 
ing multiple wrappings of the polymeric material; 

FIG. 8 is an elevational view of a representative stent 
structural member, shown in a vessel; 

FIG. 9 is a plan view of a sheet of polymeric material 
in another alternative embodiment induding elastic 
strips for securing the polymeric n^terial wrapped 
arourxi a stent structural member; 

FIG. 10 is a cross-sectional view of a drug-loaded 
stent wrapped with the polymeric material of FIG. 9; 

FIG. 11 is a perspective view of the drug-loaded 
stentof FIG. 10; 

FIG. 12 is a plan view of a sheet of polymeric mate- 
rial in a further alternative emtxxiiment induding an 
elastic strip extending the width of the polymeric 
material for securing the polymeric material when 
wrapped around a stent structural member; 

FIG. 1 3 is a perspective view of a drug-loaded stent 
wrapped with the polymeric material of FIG. 12; 

FIG. 14 Is a plan view of a sheet of polymeric mate- 
rial In a further attemative embodiment induding 
attachment tabs for securing the polymeric material 
to a stent structural member; 

FIG. 15 is an elevational view of a drug-loaded stent 
wrapped with the sheet of polymeric material of FIG. 
14 and nrxxinted on a balloon dilatation catheter for 
delivery; 

FIG. 16 is an enlarged partial sectional view of ttie 
drug-loaded stent of FIG. 15 showing the sheet of 
polymeric material wrapped around a slotted tut>e 
stent structural member; 

FIG. 17 is an elevational view of the drug-loaded 
stent of FIG. 15 covered with a layer of a lubridous, 
hydrophilic polymeric coating; and 

FIG. ISisapartialsectionalviewofthedrug-loaded 
stentof FIG. 17. 

DETAILED DESCRIPTION OF THE PREFERRED 
EMBODIMENTS 

Stents that have a metallic structure typically do not 
provide for the delivery of localized therapeutic drugs in 
a blood vessel, while pdymeric materials that can be 
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used for drug delivery may not futfill the structural and 
mechanical reqiarements of a stent to hold open a body 
lumen. Polymeric materials used for the dual function of 
structural support and for absorbing and releasing ther- 
apeutic agents may not futfill either function satisfactorily. 5 
because drug-loading of a polymeric material can signif- 
icantiy affect the structural and mechanical properties of 
the polymeric material, and the ability to absorb and 
release therapeutic agents or drugs can affect structural 
characteristics. ;o 

Accordingly, as shown in FIGS. 1*4. one embodi- 
ment of the present invention provides for a stent 20 that 
can be drug-loaded, comprising an exparxiable stent 
structural member 22. and a planar sheet or film 24 of 
polymeric material, further described below, that in a first is 
embodiment is attached to the metal stent at one or more 
points of attachnfYent 26, arxl is wrapped in a coil around 
the stent in an unexpanded state. Ttie polymer material 
can be extruded as a thin film, and any processing can 
be done while the material is in a flat sheet form. 20 

The attachment of the film of polymeric material 24 
to the stent structural member 22 in an unexparxJed state 
can be by adhesive; heat sealing such as with the stent 
structural member sandwiched between internal and 
external layers of film heat-seated or otherwise lami- 25 
nated around the stent structural member; by mechani- 
cal connection such as by hooking one or more slots on 
an edge portion of the polymeric material through a cor- 
resporxjing slotted portion of the stent structural mem- 
ber, as will be described further below, or with a metal 30 
dip, for example. The film of polymeric material also has 
a free end 28, and can have one or more slits 30 in the 
polymeric film transverse to the axis 32 of the stent to 
accomnwdate possSsle uneven expansion of the under- 
lying stent structural member. The planar sheet of poly- 35 
meric material preferably is adapted to uncoil and to 
expand to n^tch the expansion of the stent structural 
member. The planar sheet of polymeric material can be 
a solid sheet, or can have a surface defining a plurality 
of apertures 34 of various sizes and shapes to promote 40 
rapid endothellalization. as is illustrated in FIG. 4. The 
stent can be mounted on a balloon dilatation catheter, 
for deployment of the stent in the vasculature of a patient 

As is illustrated in FIG. 5. in a second embodiment 
of the sterrt 40 that can be drug-loaded, the stent conv 45 
prises a stent metal structural member 42. and a planar 
sheet or film of polymeric material 44, further described 
below. The film of polymeric material in this enrtxxjtment 
has a first end 46 forming a first layer 47 of the polymeric 
material, and a second end 46 overlapping the first end so 
forming a second layer 49 and attached to the first layer 
of the polymeric film. preferat)ly by heating and melting 
the film to itself to form a longitudinal heat seal bond 50 
between the first and second layers. Attachment of the 
two outer layers of the polymeric film also can be acconv ss 
plished by adhesive bonding, solvent tx>nding. or one or 
more mechanical fasteners, such as with a metal dtp. for 
exanrple. In this entxxliment the planar sheet of poly- 
meric material preferably is wrapped circumferentialty 



and cinched ti^itly as a sleeve around the stent struc- 
tural member, and thus is attached to the stent structural 
PDember by an interference fit. In an alternative emtxxli- 
ment illustrated in FIG. 7, the polymeric material can be 
wrapped multiple times around the stent to form multiple 
layers that can be joined together as descrik>ed with ref- 
erence to FIG. 5 to form a tube around the stent. Alter- 
natively, the pdymeric material can be formed as a 
seamless tut>e or sleeve to fit tightiy around the unex- 
panded stent structural member. 

The primary function of the sheet of polymeric mate- 
rial is to deliver therapeutic agents or drugs to help pre- 
vent thronrtosis and/or restenosis. The planar sheet of 
pdymeric material preferably is selected from the group 
of polymers consisting of thermoplastic arxil elastomeric 
pdymers. so that the polymeric f 3m can stretch or deform 
radially when the stent structural member is exparvJed. 

As is shown in FIG. 6, the planar sheet of polymeric 
material also can have a surface defining a plurality of 
apertures 52 of various sizes and shapes to promote 
rapid endothelialization. similar to the embodiment illus- 
trated in FIG. 4. The stent can be nx)unted on a balloon 
dilatation catfieter, for deployment of the stent in the vas- 
culature of a patient 

In each of these embodiments, the sterrt structural 
member is of the type tinat can be implanted within a ves- 
sel in a contracted state and expanded to maintain pat- 
ency of the vessel and to allow fluid flow through the 
vessel, such as the expanding stents available from 
Advanced Cardiovascular Systems. Inc.. Santa Clara. 
CA (ACS), the Johnson & Johnson Corporation (e.g.. 
Palmaz-Shatz stents) Cook lr>corporated (e.a.. Gian- 
turco stents), and the like. The metal structural member, 
for example, can be formed from a metal selected from 
the g-oup of metals consisting of stainless steel, MP35N, 
MP20N. elastinite (nitinol). tantalum, nickel-titanium 
alloy, platinum-iridium alk)y. gold, and magnesium, 
atthough the stent structural member also can be formed 
of suitable non-n>etallic materials. "MP35N" and 
"MP20N" are trade names for alloys of cobalt, nickel, 
chromium and mdytxJenum that are available from 
Standard Pressed Steel Co. of Jenkintown, Pennsylva- 
nia. MP35N consists of 35% cobalt. 35% nickel. 20% 
nickel. 20% chromium, and 10% molytxienum. 

A representative stent structural member 60 with 
which a sheet of polymeric material can be combined 
according to one embocfiment of the invention is illus- 
trated in FIG. 8. In one preferred emlxxiiment. the stent 
structural member 60 can be formed of metal, and com- 
prises a pliffality of radially expandable cylindrical ele- 
ments 62 disposed coaxially and interconnected by 
members 63 disposed between adjacent cylindrical ele- 
ments. The stent structural member is shown without a 
covering sheet of polymeric material, in a typical setting 
within a vessel 65, for repairing a detached vessel lining 
66. for example, and for maintaining the patency of the 
vessel. 

The polymeric material preferably is selected from 
thermoplastic and elastomeric polymers. In one cur- 
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rently preferred embodiment, the polymeric material can 
be a material available under the trade name "C-Rex" 
from Concept Polymer Technologies of Largo. Rorida. In 
another currently preferred embodiment, the polymeric 
material can be ethylene vinyl acetate (EVA); and In yet 
another currently preferred emtxxiiment. the polymeric 
material can be a material available urxJer the trade 
name "BIOSPAN." Other suitable polymeric materials 
include latexes, urethanes, potysiloxanes. aivj modified 
styrene-ettrylene/butylene-styrerre block copolymers 
(SEBS) and their associated families, as well as elasto- 
meric, bioabsort>able, linear aliphatic polyesters. The 
polymeric material typically can have a thickness in the 
range of about 0.051 to 0.508 millimeters (about 0.002 
to atxxit 0.020 inches), for exarrple. The polymeric mate- 
rial preferably is bioabsort)able, and is preferably loaded 
or coated with a therapeutic agent or drug, including, but 
not limited to. antiplatelets, antithrombins, cytostatic and 
antiproliferative agents, for example, to reduce or prevent 
restenosis in the vessel being treated. The therapeutic 
agent or drug preferably is selected from the group of 
therapeutic agents or drugs consisting of sodium 
heparin, low molecular weight heparin, hirudin, arga- 
troban. forskolin, vapiprost, prostacyclin and prostacyc- 
lin analogues. dextran. D-phe-pro-argchloro- 
metftylketone. dipyridamole, glycoprotein lltVllla platelet 
membrane receptor antftxxly, recombinant hirudin, 
thrombin inhibitor, angiopeptin. angiotensin converting 
enzyme inhbitors. (such as Captopril. available from the 
Squbb Corporation; Cilazapril, available from the Hoff- 
man-La Roche Company; or Lisinopril. available from the 
Merck Company) calcium channel blockers, colchicine. 
fSxoblast growth factor antagonists, fish oil. omega 3- 
fatty acid, histamine antagonists, HMG-CoA reductase 
inhit)itor. methotrexate, monoclonal antibodies, nitro- 
prusside. phosphodiesterase inhbitors. prostaglandn 
Inhibitor, seramin. serotonin blockers, steroids, thiopro- 
tease inhbitors, triazolopyrimidine and other PDGF 
antagonists, alpha-interferon and genetically engi- 
neered epithelial cells, and combinations thereof. WhHe 
the foregoing therapeutic agents have been used to pre- 
vent or treat restenosis and thrombosis, they are pro- 
vided by way of example arxl are not meant to be limiting, 
as other therapeutic drugs may be developed which 
equally are applicable for use with the present invention. 

In another currently preferred embodiment illus- 
trated in FIGS. 9-1 3. the stent 70 that can be drug-loaded 
comprises a stent metal structural member 72. such as 
the stent structural member 60 illustrated for example in 
FIG. 8, and a planar sheet or film of polymeric material 
74. preferat3ly irK:luding a plurality of apertures 88. as will 
be explained further below. TTie polymeric material can 
t>e attached to an existing stent structural member by 
tightly wrapping the polymer film at least once, and pref- 
erably multiple times, drcumferentially around the stent 
structural member 72 in an unexpended state to form a 
coO of layers of the polymerk: material. The fSm of poly- 
meric material in this embodiment has an interior end 76. 
multiple wrappings forming a plurality of layers 77 of the 



polymeric material, and an exterior end 78 overiapping 
the rruittiple layers. The coil of polymeric material prefer- 
ably is secured snugly over the stent structure by at least 
one piece or strip of elastic material 80. One end 82 of 

5 at least one such piece or strip of elastic material is 
attached to the exterior end portion 78 of the coil of pol- 
ymeric material, and an opposing end 83 of the piece of 
elastk; material is attached to another portion 84 of the 
exterkM- of the wrapped coil of polymeric material, across 

w the edge of the exterior end portion 78 of the coil of pol- 
ymeric material, to secure the coil on the stent In one 
currently preferred embodiment illustrated in FIGS. 9-1 1 , 
the coil of polymeric material advantageously can be 
secured on the stent structural member by two strips of 

15 such elastic material. Additional strips of elastic mat^ial 
also can be used to secure the coil of polymeric material, 
as needed. The elastic material stretches to allow the 
coil of polymeric material to uncoil as the stent is 
exparxied. In a currently prefened embodiment, the 

20 strips of elastic material are heat-kx)nded to the coil of 
polymeric material. Attachment of the elastic material 
also can be accomplished by adhesive bonding, solvent 
txxxling. or by one or more mechanical fasteners, such 
as with a metal clip, for example. In this embodiment, the 

25 planar sheet of polymeric material preferably is wrapped 
ctrcumferentially and cinched tightly as a sleeve around 
the stent structural member, and thus is attached to the 
stent structural member by an interference fit. 

In a currently preferred alternative embodiment 

30 shown in FIGS. 12 and 13. similar to that illustrated in 
FIGS. 9-11, the elastic strip of material 80 can exterxl 
and be bonded along the entire width of the exterior end 
78 of the coil of polymeric material as is shewn in FIG. 
1 2. and can be borxfed to the other portion 84 of the exte- 

35 rior of the wrapped coil of polymeric material, across the 
edge of the exterior end portion 78 of the coil of polymeric 
material, to secure tiie coil on the stent, as is illustrated 
in FIG. 13. The strip of elastic material also can be per- 
forated, such as with apertures 86 formed in the strip of 

40 elastic material for example, to decrease the cross-sec- 
tional area of the elastic material and thus to permit the 
elastic material to stretch more easily. The polymeric fOm 
material also currentiy preferably includes a plurality of 
apertures 88 so that the polymeric material is porous, to 

45 allow Wood to flow through the stent structural member 
72 to the vessel wall, such as for oxygenation of and 
nutrient exchange with the vessel wall, and in order to 
present a decreased surface area for pirposes of reduc- 
ing thrombogenicrty. The apertures also improve thef lex- 

50 ibility of the polymeric material, allowing the stent 
segment to be nx>re easily rolled and uncoiled during 
expansion of the stent structural member, and also facil- 
itate the process of cell growth over ttie surface of the 
stent 

55 The primary function of the sheet of polymeric mate- 
rial 2AM is to deliver therapeutic agents or drugs to 
help prevent thrombosis arxi/or restenosis. The planar 
sheet of polymeric material preferably is selected from 
the group of polymers consisting of thernK)plastic and 
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elastomeric polymers, that however can be substantially 
inelastic, so as not to lose a significant part of their thick- 
ness during expansion of the stent structural member, 
such as polycaprdactone. for example, ailowing a high 
upper threshold for the amount of one or nrx>re drugs that 
can be loaded in the polymeric material and delivered. 
The inelastic polymeric material currently preferred is of 
a thickness that will guarantee drug delivery over at least 
approximately a seven-day period, which currently is not 
possible with radially-expandir>g elastic films. In the 
enixxjiment illustrated in FIGS. 9-13. an Inelastic daig- 
loaded polymeric material is currently preferred which is 
no greater than about 0.0508 millimeter (0.002 inch) 
thick, and typically approximately is 0.0381 to 0.0508 mil- 
limeter (0.0015 inch to 0.002 inch) thick, to prevent the 
profile of the stent arxJ wrap of polymeric material from 
becoming too large. The elastic portion of the sleeve of 
polymeric material keeps the coiled polymeric film 
secured snugly over the expandat)le stent structural 
member, so that the polymerk: material can be applied 
over the stent structural memt>er without the need for 
additfonal internal points of attachment to the stent struc- 
tural member. The elastic portion of the sleeve of poly- 
meric material also keeps tension on the coiled, inelastic 
drug-containing material while the stent structural mem- 
t>er is exparxjing. without providing so much resistance 
so as to impede expansion of the sterrt structural mem- 
ber, or the unrolling of the inelastic polymerk: material. 

The elastic strip of material can be joined on the inte- 
rior or exterior of the end portion of the coiled polymeric 
material. The elastic material attached over the coil of 
polymeric material helps keep the coil of drug-loaded 
material snug on the stent structural member before it is 
expanded, and guides its linear expansion durir)g infla- 
tion of a balloon dilatation catheter used for deployment 
of the stent arxJ polymeric drug-loaded nnaterial in the 
vasculature or other body lumen of a patient. 

The elastic material currently typically is formed of 
ethylene vinyl acetate, but also can also be formed of 
silkx)ne polymers. The drug-loaded layer of polymery 
material and the stent structural memt)er can be formed 
of the materials as described above in the previous 
embodiments. 

In another alternative embodiment illustrated in 
FIGS. 14-16, another preferred type of stent 90 that can 
be drug-loaded comprises a stent metal structural mem- 
ber that, for example, can be a slotted tube type of 
stent having a plurality of slotted openings 91 avd struc- 
tural ribs 93 as is illustrated in FIG. 16. such as is avail- 
able from Advanced Cardiovascular Systems, in 
combination with a planar sheet or film of polymeric 
material 94. The stent structural member also can be 
other types of stents that preferat)ly have a relatively sig- 
nif k:ant proportion of space provkled by openings, slots, 
or the like in the othenvise solid material of the stent 
structure. The polymeric material can be attached to 
such a stent structural member by tightly wrapping the 
polymer film at least once, and preferably multiple times, 
ctrcumferentially around the stent structural member 92 



in an unexpanded state to form a coil of layers of the pol- 
ymeric material. The film of polymeric material in this 
embodiment has an interfor end 96 with at least one 
attachment member or tab 100 adapted to be received 

5 in openings 91 of the stent structural memt)er and 
thereby attached to the stent structural member, and pro- 
vkJes multple wrappings forming a plurality of layers 97 
of the polymeric rrtaterial, with an exterior end 98 over- 
tapping the interior nrtuttiple layers. As is shown in FIG. 

10 14. the polymerk; f 3m of material cunently preferred has 
a plurality of attachment tat>s 1 00. and typically has two 
of such attachment tat)s. Each attachment tab currently 
preferably irK:Judes an aperture 101 therethrough, which 
Is adapted to receive and to hook onto a structural rib 

15 portfon 93 of the stent structural member. The attach- 
ment tab also includes a slit 1 02 extending from the aper- 
ture 101 to the outer edge 103 of the attachment tab. to 
allow the attacfiment tab to be hooked onto the stent 
structural member. After the attachment tab is hooked 

20 onto a portion of the stent structural member, the slit 1 02 
preferat)ly is sealed closed, such as by applk:ation of an 
^esrve material, typically a copolymer of poly-L-lactic 
ackJ (L-PLA) and pdycaprolactone (PCL), other suitat}le 
adheslves. or by heat tx)nding. The coil of polymeric 

25 material preferably is formed of a thermoplastk; material 
such as potycaprdactone that can be drug-foaded, and 
can be wrapped arxi secured snugly over the stent struc- 
ture by heat tx3rx£ng the exterior end 98 to another por- 
tion of the exterior of the wrapped coil of polymeric 

30 material as described above. The polymeric film of mate- 
rial tensions the attachment tabs as the stent structural 
member is exparxled and as the wrapping of polymeric 
material uncoils, to bias the attachment tab extending 
into the lumen of the stent structural member against the 

35 inner surface of the lumen of the stent structural member 
to insure that the attachment tak>s do not ot)struct the 
lunr^ within the stent structural member. Attachment of 
the exterior edge of the polymerk: material to the wrap- 
ping of polyrT>erk; material currently preferably is accom- 

40 plished by adhesive bonding, typically by an adhesive 
such as a copolymer of poly-L-lactic ackl (L-PLA) and 
polycaproiactone (PCL). altfxHigh other adhesives. heat 
tx)nding. solvent borxlir^. or one or nx>re mechanical 
fasteners, such as with a metal dip. for example, may 

45 also be suitable. 

In a currently preferred embodiment, the polymeric 
f9m material typically is atx)ut 0.0508 millimeter (about 
0.002 inch) thick, and also currently preferat3ly includes 
a plurality of apertures 1 08 so that the polymeric material 

50 is porous, to allow t)lood to flow through the stent struc- 
tural member to the vessel wall, such as for oxygenation 
and nutrient exchange to the vessel wall, and in order to 
present a decreased surface area for puposes of reduc- 
ing thrombogenk:ity. The apertures also improve theflex- 

55 ibility of the polymeric material, allowing the stent 
segment to be wore easily rolled and uncoiled during 
expansion of the stent structural member, and also to 
facilitate the process of cell growth over the surface of 
the stent. 
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The primary function of the sheet of polymeric mate- 
rial is to deliver therapeutic agents or drugs to help pre- 
vent thrombosis and/or restenosis. The planar sheet of 
polymeric material preferably is selected from the group 
of polymers consisting of thermoplastic and elastomeric 5 
polymers that may be inelastic. arxJ that do not lose a 
significant part of their thickness during expansion of the 
stent ^ctural member, allowing a high upper threshold 
for the anx}unt of one or more drugs that can be loaded 
in the polymeric material and delivered. As is illustrated w 
in FIGS. 15 and 16. the drug-loaded stent can be 
oKXinted on an expandable balloon member 1 1 0 of a dil- 
atation catheter 112. near radiopaque markers 1 1 4 of the 
catheter, for delivery of the stent in an artery, other blood 
vessel , or other body lumen, such as tfirough a protective 75 
sheath 116. shown cutaway for convenience of illustra- 
tkHi. 

In another currently preferred embodiment illus- 
trated in FIGS. 17-18. a comt)inatk)n of a stent structural 
member arxJ a polymeric film vnapping can be provided 20 
with a coating of lubridous material 120. The lubricious 
material cun'entty preferred Is a mixture of potyetfrylene 
oxide and polyethylene glycol, providing tx)th high and 
low molecular weight components in the lubricious mate- 
rial, although other types of hydrophilic polymeric mate- 25 
rials such as polyetf^ene acetate, polyvinyl pynolidone 
(PVP). polyvinyl alcohol, polyacrylamide. hydrophilic soft 
se^ent urethanes. some natural gunns such as gum 
arabic or gum tragacanth and the like, polyanhydrides or 
other simileur hydrophilic polymers, and comtxnations 30 
thereof, also can be used. The lubricious material also 
can carry an anti-thrombogenic drug that can be the 
same as. or complementary to. the anti-thrombogenic or 
anti-prdiferative drug or drugs carried in the polymeric 
material of the stent as 

The lubricious coating currently preferably is applied 
over a stertt-arxl-polymer^ilm^wrap combination by dip- 
ping the vtrrapped stent in the hydrated, liquid lubricious 
material. The lubricious material typically is prepared to 
be suff idently viscous to allow the stent to be coated suf- 40 
f idenlly by a single dipping. The lubridous coating ini- 
tially is quite sticky when applied, but it is dried to provide 
a non-sticky tight cocoon around the wrapped stent and 
helps to keep the polymer wrapping tight. While the lut)ri- 
cious coating is shewn applied to a wrapped stent such 4S 
as that of FIGS. 14-16. the lubricious coating advanta- 
geously can be applied to any of the foregoing wrapped 
stent comt)inations. and other suitable stents as well. 
The lubricious coating becomes hydrated again upon 
exposure to the blood during delivery of the stent When so 
a sheath is used in the delivery system to prot^ the 
stent during delivery, the lubridous coating initially can 
be hydrated before contacting the blood by flushing the 
sheath with saline solution. Due to the gel-like nature of 
the lubricious coating, the lubridous coating eventually ss 
d^solves in a short period of time, and typically will be 
completely degraded and dissolved by the time the stent 
is deployed and expanded. 



The layer of lutxidous material protects the ^ent 
from the guide catheter or the anatomy by providing a 
Im friction surface over the stent If a sheath or sleeve 
is used for delivering the stent the lUbridous coating aids 
in retraction of the sheath by decreasing friction between 
internal and external layers of the delivery system. The 
deplcyment of the stent also can be improved by 
decreasing friction between the stent and the balloon 
used to deliver the stent decreasing friction between the 
layers of the stent itself, or decreasing friction between 
the vessel or lumen wall and the stent The need for a 
sheath for protecting the stent during delivery also can 
be mitigated if the coating is of a thickness suited to pro- 
viding a snrKXSth transition through the delivery system, 
and still provides a lew profOe of the uninflated, unde- 
ployed stent. Alternatively, the lubridous coating also 
can be formed as a dried sheet of lubridous material, cut 
into a strip, wrapped in spiral fashion over the length of 
the polymeric drug carrying wrapping, and bonded in 
place by an adhesive such as a copolymer of poly-L-Iac- 
tk; add (L-PLA) and polycaprolactone (PCL), aithou^ 
other adhesives, or heat tx)n(fing may also be suitable. 

It thus fias been demonstrated that the described 
embodimerrts provide a sterrt combining polymeric mate- 
rials with stent structures with the capability of at>sorbing 
therapeutic drugs or other agents, for placement and 
release of the therapeutic agents at a specif tc intravas- 
cular site. A conrplex locking design is not needed, and 
the stent can be re-dilated if necessary. The polymeric, 
drug-containing section can be bk>absort>able. and can 
be specially formulated for its specif k: function of deliv- 
ering drugs locally, since it is not necessary for the pol- 
ymeric component to provkie assistance in keeping the 
bkxxf vessel open. The polymeric material can be 
extruded as a f Om. using simple technology, and can be 
processed while the material is a flat sheet The stent 
can be used in coronary arteries or any other part of the 
vasculature where mechanical opening force is neces- 
sary or desirable to keep the vessel open, and where 
anti-restenosis. anti-proliferative or other types of thera- 
peutk: drugs or agents can be useful in comt)atting 
thrombosis arxi restenosis. 

It therefore will be apparent from the foregoing that 
while particular forms of the invention have t>een illus- 
trated arxi descrft>ed. various modifications can be made 
without departing from the scope of the invention. 
Acoordngly, it is not intended that the invention be lim- 
ited, except as by the apperxled claims. 

Claims 

1 . A drug-k>aded stent comprising: 

an expandable stent structural memt)er: and 
a planar sheet of polymeric material disposed 
on the stent structural member, said polymeric 
material being loaded with a therapeutk; agent. 
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2. The drug-loaded stent of Claim 1 . wherein said pla- 
nar sheet of potymeric material is wrapped in a coil 
around the stent structural member. 

3. The drug-loaded stent of Claim 1 . wherein said pla- s 
nar sheet of potymeric material is wrapped drcum- 
ferentlally around the stent structural member at 
least one time, and said planar sheet of polymeric 
material is attached to itself. 

10 

4. The drug-loaded stent of Claim 1 . wherein said pla- 
nar sheet of polymeric material is wrapped drcum- 
ferentially around the stent structural member at 
least one time, and said planar sheet of polymeric 
material is attached to the stent structural member is 
by interference fit. 

5. The drug-loaded stent of Claim 1 , wherein said pla- 
nar sheet of polymeric material is wrapped drcum- 
ferentially around the stent structural member at so 
least one time, arxJ said planar sheet of polymeric 
material is attached to the stent structural member 

by adhesiva 

6. The drug-loaded stent of Claim 1 . wherein said stent ss 
structural member has a surface defining a plurality 

of slotted openings therethrough and a plurality of 
structural rft>5, said planar sheet of polymeric mate- 
rial has at least one attachment tab having an aper- 
ture therethrough and a slit extending from said so 
aperture to an outside edge of said attachment tab. 
said planar sheet of polymeric material being 
attached to the stent structural member by inserting 
said attachment tab into one said stent stent slotted 
opening and hooking said slit and said aperture of ss 
said attacment tab to a structural rib of said stent 
structural member, arxi said sheet of polymeric 
material is wrapped circunrrferentially aromd the 
stent structural member at least one time. 

40 

7. The drug-loaded stent of Claim 3. wherein said pla- 
nar sheet of polymeric material is selected from the 
group of polymers consisting of thermoplastic and 
elastomeric polymers, whereby said film stretches 
radially when said stent structural member is 45 
expanded. 

8. The drug-loaded stent of Claim 2. wherein said pla- 
nar sheet of potymeric material is adapted to uncoil 
and expand to sut>stantially match the expansion of so 
said stent structural member. 

9. The drug-loaded stent of Claim 2, wherein said stent 
structural member has a longitudinal axis, and said 
planar sheet of polymeric material has at least one 
slit transverse to the axis of said stent structural 
merTt}er to accommodate uneven expansion of the 
stent structural member. 



10. The drug-loaded sterrt of Claim 1 . wheran said ther- 
apeutic agent is selected from the group consisting 
cf therapeutic agents consisting of antiplatelets, 
antrthrombins. cytostatic and antiproliferative 
agents. 

11 . The drug-loaded stent of Claim 1 . wherein said ther- 
apeutic agent is selected from ttie group of thera- 
peutic agents consisting of soctium heparin, low 
nrwlecular weight heparin, hirudin, argatroban. for- 
skotin. vapiprost prostacydin and prostacydin ana- 
bgues. dextran, D-phe-pro-arg-chloromethyt- 
ketone. (fipyrkianfx)te. glycoprotein llb/llla platelet 
membrane receptor antdxxiy. recombinant ftirudn. 
throrri^in inhibitor, angiopeptin. angiotensin convert- 
ing enzyme inhbrtors. caldum channel t>lockers, 
cotehidne. f S}roblast growth factor antagonists, fish 
dl, omega 3-fatty acid, histamine antagonists. HMG- 
CoA reductase inhbitor, methotrexate, monoclonal 
antibodies, nitroprusside, phosphodesterase intiik>- 
itors. prostaglandin inhS)itor. serotonin blockers, 
steroids, thioprotease inhibitors, triazok>pyrimidine. 
PDGF antagonists, alpha-interferon, genetically 
engineered epithelial cells, and combinations 
ttiereof. 

1 2. The drug-loaded stent of Claim 1 . wherein said stent 
structural member is formed from a metal selected 
from the group of metals consisting of stainless 
steel, tantalum, nickel-titanium alloy, platinum-irid- 
ium alloy, gokl. magnesium, MP35N. and MP20N. 

1 3. The drug-k>aded stent of Claim 1 , wherein said pla- 
nar sheet of polymeric material has a surface defin- 
ing a plurality of openings to pronxste rapid 
endothefialization. 

14. The drug-k>aded stent of Claim 1 . wherein said pla- 
nar sheet of polymeric material is coated with a layer 
of hydrophilic lubridous polymeric material. 

15. The daig-loaded stent of Claim 14. wherein said 
lubridous material is selected from the grotp con- 
sisting of polyethylene oxide, polyetfiylene glycol, 
polyethylene acetate, polyvinyl pyrrdidone. pdyvi- 
nyl akx)hol, polyacrylamide, hydrophylic soft seg- 
ment urethane. gum aratxc. gum tra^cantii. and 
combinations thereof. 
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FIG. 8 
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